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In The Claims : 

Please amend the claims as follows: 




1. (Previously Amended) A stretch blow molded multilayer container comprising: 
a first layer defining an outermost layer of the container and comprising 

polypropylene; and 

a second layer comprising an oxygen barrier material, directly adjacent to said first 

layer; 

at least one of said first and second layer further comprises maleic anhydride 
modified polypropylene mixed therein to facilitate bonding between the first and second 
layers, the contahierhaving been biaxially stretched and having a haze value of less than 
approximately 29% measured through a section of the container having a total thickness of 
greater than approximately 15 mils. 

2. (Previously Amended) The container of claim 1 the first layer comprising the 
adhesive wherein said adhesive comprises approximately 0.01% to 0.20% maleic 
anhydride. 

3. (Previously Amended) The container of claim 1 the first layer comprising the 
adhesive wherein said adhesive comprises approximately 0.015% maleic anhydride. 



A~ (Cane 



eHed) 



l Sj$. (Previously Amended) The container of claim 1 wherein said container has a 
haze value of approximately 10%-12% measured through a section of the container having 

a total thickness of greater than approximately 15 mils. 

f ffi. (Original) The container of claim 1 wherein said second layer comprises EVOH. 



121007 





(Previously Amended) The container of claim 1 wherein said second layer 
comprises nvlon. . 



lljt, (Original) The container of claim 1 wherein said second layer comprises nylon 6. 
(Original) The container of claim 1 wherein said second layer comprises nylon 



i^yS. (Previously Added) The container of claim 1, the adhesive being maleic 
anhydride. 



'ft 



/J 



(Previously Added) The container of claim 1 further comprising a third layer 



comprised of polypropylene adjacent to the second layer. 
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12. (Previously Amended) The container of claim n, the maleic anhydride 
modified polypropylene in one of the first and second layers being located in the first layer 
and the third layer further comprising maleic anhydride modified polypropylene. 

^ (Previously Added) The container of claim ft, the adhesive in the first and 
third layers being maleic anhydride. ^ 

J^f. (Previously Added) The container of claim \jL y the third layer defining an 




innermcrtrt layer. ^ 

\%. (Previously Added) The container of claim the third layer being bonded 
directly to the second layer. /I 

1 " rifT (Previously Added) The container of claim J\ the second layer further 
comprising cobalt. 



Ifyl. (Previously Amended) A stretch blow molded multilayer container comprising: 
a first layer defining an innermost layer of the container and comprising 
polypropylene; and 

a second layer comprising an oxygen barrier material* directly adjacent to said first 

layer; 

at least one of the first and second layers further comprising an adhesive mixed 
therein to facilitate bonding between the first and second layers, the container having been 
biaxially stretched and having a haze value of less than approximately 29% measured 
through a section of the container having a total thickness of greater than approximately 15 
mils. ^ /£, 

1 1 yj- (Previously Amended) The container of claim J^the first layer comprising the 
adhesive wherein said adhesive comprises approximately 0.01% to about 0.20% maleic 



anhydride. 

jjf. (Previously Amended) The container of claim ^ the first layer comprising the 



/ 

adhesive wherein said adhesive comprises approximately 0.015% maleic anhydride. 



LjP, (Cancelled) | J 

/ J j^T (Previously Added) The container of clain/^ wherein said container has a 
haze value of approximately 10%-12% measured through a section of the container having 
a total thickness of greater than approximately 15 mils. 
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/ £2. (Previously Added) The container of claim 1/7 wherein said second layer 
comprises EVOH. 



^6. (Previously Amended) The container of claim J) wherein said second layer 
comprises nylon. 



«?-^4. (Previously Added) The container of claim yi wherein said second layer 
comprises nylon 6. ^ 

'?^2jf. (Previously Added) The container of claim Jl wherein said second layer 
comprises nylon 6/66. 

"Jzjb. (Previously Added) The container of claim the adhesive being maleic 
anhydride. j(/ 

: pjfi. (Previously Added) The container of claim \jl further comprising a third layer 
comprised of polypropylene adjacent to the second layer. ^ 

. (Previously Amended) The container of claim the maleic anhydride 
modified polypropylene in one of the first and second layers being located in the first layer 
and the third layer further comprising maleic anhydride modified polypropylene. 

/ ^jjf. (Previously Added) The container of claim^, the adhesive in the first and 
third layers being maleic anhydride. ^ 

(Previously Added) The container of claim the third layer defining an 
outermos^ layer. ^ 

,* 7>1. (Previously Added) The container of claim ^0, the third layer being bonded 
directly tg the second layer. ^ 

(Previously Added) The container of claim Tj, the second layer further 

comprising cobalt, ' 

31 33' (Previously Amended) A stretch blow molded multilayer container comprising: 
a first layer defining an outermost layer of the container and comprising a bjejKLof^ 
a polypropylene and a n adhesive; an d 

a second layer comprising an oxygen barrier material, directly adjacent to said first 

layer; 

the adhesive facilitating bonding between the first layer and the second layer, the 
container having been biaxially stretched and having a haze value of less than 
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approximately 29% when measured through a section of the container having a total 
thickness of greater than approximately IS mils. 



e 



(P^^ (Previously Added) The container of claim f jS the adhesive in the first layer 
comprising approximately 0.01% to 0.20% maleic anhydride. 



(Previously Added) The container 



of claim adhesive i 



comprising approximately 0.015% maleic anhydride. 



// 



in the first layer 



cm 



fj6. (Cancelled)" 



Sfjyf' (Previously Added) The container of clainf^f wherein said container has a 
haze value of approximately 10%- 12% measured through a section of the container having 
a total thickness of greater than approximately 15 mils -^| 

*^8. (Previously Added) The container of claim 3^ wherein said second layer 
comprises EVOH. 



at 



-$p^0. (Previously Amended) The container of claim 3^wherein said second laye: 



comprises nylon. 



*5j^0'. (Previously Added) The container of claim 37 wherein said second layer 




7 

comprises nylon 6. 

' ^i. (Previously Added) The container of claim ^& wherein said second layer 
comprises nylon 6/66. 



■5 



' of claim 33*, the 



I. (Previously Added) The container of clainv^ Ihe adhesive being maleic 
anhyd^e. '. ^ 

u (Previously Added) The container of claim ^3 further comprising a third layer 
comprised of polypropylene adjacent to the second layer^ } 



(Previously Added) The container of claim 43, the third layer further 



comprising an adhesive. ^ . ( ^ 

(Previously Added) The container of claim 43s the adhesive in the first and 
third layers being maleic anhydride. ^ 

' (Previously Added) The container of claim 4£ the third layer defining an 
innermgyt layer, 

'. (Previously Added) The container of claim 4& the third layer being bonded 



directiv to the second layer. 



3^ 



rectlvtp 

Vs J$- (Previously Added) The container of claimed, the second layer further 
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comprising cobalt. 





\i ^!5^ (Previously Amended) A stretch blow molded multilayer container comprising: 
a first layer defining an innermost layer of the container and comprising a blend of 
a polypropylene and an adhesive^ and 

a second layer comprising an oxygen barrier material, directly adjacent to said first 

layer; 

the adhesive facilitating bonding between the first layer and the second layer, the 
container having been biaxially stretched and having a haze value of less than 
approximately 29% when measured through a section of the container having a total 
thickness of greater than approximately 15 mils. \ * 

\{f*l Sp, (Previously Added) The container of claim f 4# the adhesive in the first layer 
comprising approximately 0.01% to 0,20% maleic anhvdride. 

r , (Previously Added) The container.of claim ^the adhesive in the first layer 



comprising approximately 0.015% maleic anhydride. 



(52^(CanceIled) t ^ 



t S& (P 
ize value of i 



(Previously Added) The container of claim 4p wherein said container has a 
haze vafue of approximately 10%-12% measured through a section of the container having 



a total tjjjckness of greater than approximately 15 mils. * , 

* fji, (Previously Added) The container of claim ^ wherein said second layer 
comprises EVOH. -J/"* ' 



^1 — 

*l ^^5. (Previously Amended) The container of claim wherein said second layer 

comprises nvlon. - 

< 5>>^- (Previously Added) The container of claim ^'wherein said second layer 




comprises nylon 6\ 

yl- (Previously Added) The container of claim^? wherein said second layer 
comprises nylon 6/66. ^ 

v ^g. (Previously Added) The container of claim 4& the adhesive being maleic 
anhydride. ^ . 

* 5^ (Previously Added) The container of claim ^£ further comprising a third layer 

comprised of polypropylene adjacent to the second ' av *^ * , 

(Previously Added) The container of claim^, the third layer further 
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compnsmg an adhesive, t 

* (Previously Added) The container of claim ^4 y the adhesive in the first and 
third layers being maleic anhydride. 

6Z. (Previously Added) The container of claim 5$, the third layer defining an 
outenncg layer. ^ , <j 

(Previously Added) The container of claim ^2, the third layer being bonded 
directly to the second layer. jf(p 
l j * / (Previously Added) The container of claim 5^ the second layer further 



comprising cobalt. 



1 



Q jj^. (Previously Amended) A stretch blow molded multilayer container comprising: 
a first layer comprising a blend of a polypropylene and an adhesive; and 
a second layer comprising an oxygen barrier material, directly adjacent to said first 

layer; 

the adhesive facilitating bonding between the first layer and the second layer, the ^ ^ ' 
first la^efnot having an adhesive-free layer dir ectly adjacent thereto other than the/fireT^P ? 
layer, the container having been biaxially stretched and having a haze value of less man 
approximately 29% when measured through a section of the container having a total 
thickness of greater than approximately 15 mils. 





l(p^6' (Previously Added) The container of claim j^the adhesive in the first layer 

comprising approximately 0,01% to 0.20% maleic anhydride, 

b/b a (oh ^ 

67. (Previously Added) The container of claim 66 the adhesive in the first layer 

comprising approximately 0.015% maleic anhydride. 

T68. ((5ancelled)^ ^ ' f 

(pj bjb. (Previously Added) The container of claim (>5 wherein said container has a 
haze value of approximately 10%-12% measured through a section of the container having 
a total thickness of greater than approximately 15 mils.^ 

\PpJk. (Previously Added) The container of claim 6fi wherein said second layer 
comprises EVOH. (#1 r^rrrrr 




tyfyp^* (Previously Amended) The container of claiin^ wherein said second layer 
comprises nylon. 
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^Tf, 

12. (Previously Added) The container of claim 65 wh< 



4 



JZ. (Previously Added) The container of claim 65 wherein said second layer 
comprisesnylon 6. (^j 

^3. (Previously Added) The container of claim 6^ wherein said second layer 
comprises nylon 6/66. / j 

yt. (Previously Added) The container of claim j5£ the adhesive being maleic 

anhydride. . ^ 

7 j IjS. (Previously Added) The container of claim 6^f further comprising a third layer 
comprised of polypropylene adjacent to the second laye^ 

'J ^6. (Previously Added) The container of claim 7# the third layer further 
comprising an adhesive. ^ ( 

^^jf. (Previously Added) The container of claim the adhesive in the first and 
third layers being maleic anhydride. <jq 

(Previously Added) The container of claim J$, the third layer defining an 
outentiost layer. * 

y (Previously Added) The container of claim jt y the third layer being bonded 
directlyjto the second layer. 

*7 (Previously Added) The container of claim y[ % the second layer further 

comprising cobalt. ^ ^ 

j ^^C. (Previously Added) The container of claim 6^f 7 the first layer defining an 
innermost laver. — 



- 1 'T?^ (Previously Amended) A stretch blow molded multilayer container comprising; 
a first layer comprising polypropylene and an adhesive; and 
s*\ a second layer comprising an oxygen barrier material; 

i^y the container having been biaxially stretched and the container having a haze value 

of less than approximately 29% measured through a section of the container having a total 

thickness of greater man approximately 15 mils. 7? ' 

q<£ ^ (Previously Added) The container of claim^ the adhesive in the first layer 
^ / comprising approximately 0.01% to 0.20% maleic anhyjjri^ , 
/J €7* ^ <rf\ «4' (Previously Added) The container of claim^the adhesive in the first layer 
comprising approximately 0.015% maleic anhydride. 
^85. tCancelled^ 
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^p. (Previously Added) The container of claim^SS wherein said container has a 
(pyt^ haze value of approximately 10%-12%. 

/ & (Previously Added) The container of claim 8^wherein said second layer 




comprises EVOH. ^ 



■ — — 1 1 

(Previously Amended) The container of clairn^2 wherein said second layer 



comprises nylon. 





2^f. (Previously Added) The container of claim 8z wherein said second layer 

comprises nylon 6. ly^j 

$lf6. (Previously Added) The container of clainyj^ wherein said second layer 



comprises nylon 6/66. 

(Previously Added) The container of claim 82, the adhesive being maleic 



7 i 

- of claim 82, 



anhydride. 7? 

(Previously Added) The container of claim 8^ further comprising a third layer 
* comprised of polypropylene adjacent to the second ^yfcj, 

(Previously Added) The container of claim the third layer further 
comprising an adhesive. 

\ PyA* (Previously Added) The container of claim 93, the adhesive in the first and 
third layers being maleic anhydride, • 

®'9?f. (Previously Added) The container of claim^Cthe third layer defining an 
outermost layer, 

' ^£ (Previously Added) The container of claim 9^, the third layer being bonded 
directly to the second layer, ^ 

' ^(^f- (Previously Added) The container of claim 8^ the second layer further 
comprising cobalt, iy^ -n ~~j 

< (Previously Added) The container of clairn^ the first layer defining an 
innermost layer. 

^Jf, (Previously Added) A method of making a container comprising the steps of: 
forming a multilayer preform; 

biaxially stretch blow molding said preform to form a transparent container 
comprising a first layer defining an outermost layer of said container and comprising 
polypropylene and a second layer comprising an oxygen barrier material, directly adjacent 
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to said first layer, 

wherein said container has a haze value of less than approximately 29% measured 
through a section of the container having a total thickness of greater than approximately 15 
mils. r\ H Cf*) 



100. (Previc 



(Previously Added) The method of claim ^jf wherein at least one of said first 
and second layers comprises an adhesive, the adhesive facilitating bonding between the 
first and second layers. ^ 

' ^J^. (Previously Added) The method of claim wherein said first layer 
comprises the adhesive wherein said adhesive in said first layer comprises approximately 
0.0 1 % to 0.20% by weight maleic anhydride, ^ 

Vjfe. (Previously Added) The method of claim wherein said adhesive in said 
first l^yer comprises approximately 0.015% by weight maleic anhydride. 

f. (Previously Added) The method of claim^wherein said container has a 
haze value of approximately 10% to 12% measured through a section of the container 
having a total thickness of greater than approximately^ mils. 

fy?. (Previously Added) The method of claim y$ wherein said second layer 
comprises EVOH. 

' {(ft. (Previously Added) The method of claim 9>9" wherein said second layer 

comprises nylon. c * 
IO0 y ID 

' 10o, (Previously Added) The method of claim ^9 wherein said second layer 
comprises nylon 6. Cj^ 

Wpf' (Previously Added) The method of clairn^ wherein said second layer 
comprises nylon 6,66. cj^ . 



Ifii. (Previously Added) The method of claim^ wherein said container further 



comprises a third layer comprised of polypropylene adjacent to the second layer. 

(Previously Added) The method of clain/l^feT wherein said third layer further 
comprises an adhesive. 

' ' (Previously Added) The method of claim IQfr* the third layer defining an 

innermost layer. ^ 

~ \ (Previously Added) The method of claim 1}# the third layer being bonded 
directly to the second layer, 

^ ^ Supplemental Response to September 24, 2002 Office AaiOA 
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yu. (Previously Added) The method of claim 1^5, the second layer further 
comprising cobalt. 

(Previously Added) A method of making a container comprising the steps of: 
forming a multilayer preform; 

biaxially stretch blow molding said preform to form a transparent container 
comprising a first layer defining an innermost layer of said container and comprising 
polypropylene and a second layer comprising an oxygen barrier material, directly adjacent 
to said first layer, 

wherein said container has a haze value of less than approximately 29% measured 
through a section of the container having a total thickness of greater than approximately 15 

mils - /OS, io] 

\ ' IW. (Previously Added) The method of claim 1 18 wherein at least one of said first 
and second layers comprises an adhesive, the adhesive facilitating bonding between the 
first and^econd layers. jp^ 

) (Previously Added) The method of claim 1 14 wherein said first layer 

comprises the adhesive wherein said adhesive in said first layer comprises approximately 
0.01% to 0.20% by weight maleic anhydride. ^Cj * 

1 ' (Previously Added) The method of claim wherein the adhesive comprises 

approximately 0.015% by weight maleic anhydride. ' ^ , ; 

\ \ ft ^llrf. (Previously Added) The method of claim US wherein said container has a 
haze value of approximately 10% to 12% measured through a section of the container 
having a total thickness of greater than approximately 15 mils. 

L (Previously Added) The method of claim lp wherein said second layer 
comprises EVOH. 

: ^\^4. (Previously Added) The method of claim n# wherein said second layer 
comprises nylon. [Ol 

> ' ^yG. (Previously Added) The method of claim wherein said second layer 
comprisesjiylon 6. ^p7 ' 

' 'raf. (Previously Added) The method of claim m wherein said second layer 
comprises nylon 6,66. $1 

t ' 'li?r (Previously Added) The method of claim l^further comprising a third layer 
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comprise^ of polypropylene adjacent to the second lay^r* 

1 ' Yj^f. (Previously Added) The method of claim^l22 wherein said third layer further 
comprises an adhesive. 

^fyfe. (Previously Added) The method of claim the third layer defining an 

outermost layer. * lU 

111' Kb 
125, (Previously Added) The method of claim 122^ the third layer being bonded 

directl^^the second layer. ^ 

' 1^6*. (Previously Added) The method of claim the second layer further 

comprising cobalt. 



cobalt. 



; l^Ff. (New) A multilayer container comprising: 

a first layer defining an outermost layer of the container and comprising 
polypropylene modified with an adhesive, wherein said first layer comprises about 0.01 to 
about 0.20 percent byweight of the adKesive; and 

a second layer comprising an oxygen barrier material, directly adjacent to the 

first layer; 



the adhesive facilitating boning between the first layer and the second layer. 
(Q f ; V 1^- (New) The container of :claim Yjrf wherein the adhesive constitutes maleic 

anhydride and the first layer comprises approximately 0.015% maleic anhydride. 

, i ■ 129. (New) The container of claim 127 wherein the container has a haze value of less 
than approximately 29% measured through a section of the container having a total thickness 
of greatej than approximately 15 mils. ; ^ . - 

' 13& (New) The container of claim 120>herein the container has a haze value of 
approximately 10%- 12% measured througn a section of the container having a total thickness 
of greatepthan approximately 15 mils. 

' jM. (New) The container ofclaim wherein the second layer comprises EVOH. 
' ^I3& (New) The container of iclaiml^jr wherein the second layer comprises nylon, 
f (New) The container ofclaim 12jTwherein the second layer comprises nylon 6- 
134. (New) The container ofclaim L27 wherein the second layer comprises nylon 



6/66. 



' 7 (New) The container of claim l^/further comprising a third layer comprised of 
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• i r 

! ! ; s 

polypropylene and the adhesive, said third layer defining an innermost layer of the container. 

\p6. (New) The container ofjclaim 127 further comprising a third layer comprised of 
polypropylene, directly adjacent to trie isebop^ayer. 

ew) The container of jclairh 1336, the third layer defining an innermost layer of 



\0 




jp7. (New) The container of ;claim M6, the third layer further comprising adhesive. 



the container. , 

^40: pew) 
ppm of cobalt. 



The container of claitn ^7*, the second layer comprising nylon and 100 



ew) A multilayer container comprising; 
a first layer defining an innermost layer of the container and comprising 



polypropylene modified with an adhesive wherein said first layer comprises about 0*01 to 

: I :! 

about 0.20 percent by weight of the adhejsive; and 

I '[ 

a second layer comprising an oxygen barrier material, directly adjacent to the 

first layer; 



,the adhesive facilitating 



binding between the first layer and the second layer. 



r£2*(New) The container ofjclaim 141 wherein the adhesive constitutes 0.015% 



maleic anhydride. 



(New) The container of c 



aim^r$herei 



herein the container has a haze value of 



sater than approximately! 15 rnils. 
ew) The container oflclaim ]4X<whereir 



less than approximately 29% measured jthrough a section of the container having a total 
thickness of \ 

(^^H4:^ew) The container oflclaim 'PlSwlierein the container has a haze value of 
approximately 10%-12% measured mrojgh a section of the container having a total thickness 
of greater than approximately 15 mils. M , 

Jew) The container oflclaim M^Avherein the second layer comprises EVOH. 



ew) The container of jclaii 



im -Sr wherei 



herein the second layer comprises nylon. 



ew) The container of jclailn'i4f^erein the second layer comprises nylon 6. 

itfT ! I i|i |3M - 

y\New) The container oflclaim WT wherein the secbnd layer comprises nylon 



6/66. 



ppm of cobalt. 

... m*. 




449^ (New) The container of]claimJ4i7the second layer comprising nylon and 100 
ew) The container of|cliii|p>*f "further comprising a third layer comprised of 
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polypropylene and an adhesive, said third layej^fining an outermost layer of the container. 
/ ^J5T7(New) The container of claim jM: further coi 
polypropylene, directly adjacent to the second layer. 

in 4£2r. (New) The container of claim J^fTthe third 1 



(New) The container of claim 151*7 the third layer fprther comprising adhesive. 
l < ^C$37 V $tow) The container of claim i^^Se third layer defining an outermost layer of the 



container. 



14 
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